

214                                          CAST IRON.

in cast iron, and ne furnished the ferrochromium to make the
necessary tests.

The ferrochromium was added after the iron was melted
(Method 4), and the pot was returned until all was melted, which
gave time for the chromium to become thoroughly incorporated
and to exert its influence on the metal.

Chromium does not seem to be of any benefit in cast iron, and
it exerts little or no influence except to slightly increase shrinkage
when present in quantities less than i%.